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ABSTRACT OF THE DISCLOSURE 

A method of manufacturing a substantially planar 
substrate (1) , formed of at least a first and a second 
material (3, 4) having substantially different conductivities, 
such that conductive channels (2) are formed substantially 
perpendicular to the substrate surfaces, and the conductivity 
perpendicular to the substrate surfaces, as measured over a 
predetermined area, is substantially larger than the conduc- 
tivity parallel to the substrate surfaces. Furthermore, a 
display device (23) includes at least one substrate (1) 
manufactured according to the present method, an optically 
active layer (8; 24), and at least one control electrode (10), 
thereby enabling the provision of a local electrical field 
over the optically active layer (8; 24) . 
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METHOD FOR PRODUCING A SUBSTRATE WITO UNDlRECnONAL CONDUCTIVrrY AND DISPLAY DEVICE 
USING SUCH A SUBSTRATC IN AN ANISOTROPIC CONTACT LAYER 



5 substantially planar substrate with a predetermined substrate 
thickness » having a first substrate surface and a second substrate 
surface extending substantially in parallel to the first substrate 
surface, and being formed of at least a first and a second material 
having substantisilly different conductivities, such that conductive 

10 channels are formed substantially perpendicular to the substrate 
surfaces, and the conductivity perpendicular to the substrate 
surfaces, as measured over a predetermined area, is substantially 
larger than the conductivity parallel to the substrate surfaces. The 
present invention further relates to display devices using the 

15 substrate with unidirectional conductivity. 

Manufacturing of such substrates with unidirectional conductivity 
are e.g. known from PCT/NL98/00341 , which has not yet been published, 
from the same applicant as the present application, which is included 
^^"^ ^ herein by reference* 

20 For certain applications, a further insulation layer is added to 

the substrates with unidirectional conductivity during further 
processing. These insulation layer are e.g. used in the manufacturing 
of liquid crystal displays (LCD) to protect against a short-circuit 
situation when conductors on either side of the LC layer are pressed 

25 together. For proper functioning of an LCD, a very thin insulating 
layer is required. The addition of such a very thin insulation layer 
further complicates the manufacturing process of numerous applications 
of the substrate with unidirectional conductivity, e,g. the 
manufacturing of LCD's. 

30 Therefore, the object of the present invention is to provide a 

method for manufacturing substrates with unidirectional conductivity 
characteristics, including a very thin insulation layer, which is more 
simple and cost-effective than separately applying insulation layers. 



35 preamble, in which the method further comprises the steps of: 

- providing a layer of the first material with a predetermined 
thickness, having a first surface forming the first substrate surface; 



The present invention relates to a method of manufacturing a 



This object is obtained by the method as described in the 



<-> 
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American patent US-A-5 805 424 discloses a microelectronic assembly including Z- 
5 axis conductive films. These poljroer films comprise nanopores^ which are filled by either 
gold or another metal, such as in the form of metal fibrils. It ftirther discloses that a porous 
fibn may be manufactured by having particles pass through the entire thickness of the film 
and chemically etching the damaged tracks to obtain the pores. 

American patent US-A-5 123 849 discloses a conductive gel area array connector, 
10 having cavities containing a conductive gel. Only when the connector is put under pressure, a 
connecting path is formed by the conductive gel. 

American patent US-A-4 608 129 discloses a polymer film with a conductive pattern, 
containing an electrically conductive polymer. This polymer may be one of many substances, 
of which some have optical properties. 
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- forming cavities in the first material in a predetemained 
pattern across a second surface of the first material, in which the 
cavities extend in a direction substantially perpendicular to the 
first surface over a predetermined depth; and 
5 - applying the second material on the second surface of the first 

material until the cavities are at least filled, thereby forming the 
second surface of the substrate. 

The method according to the present invention has the advantage 
that a substrate with the required characteristics (unidirectional 
10 conductivity* very thin insulation layer) can be manufactured simply » 
requiring only a few production steps which are well known in the art. 
13 The further handling of these substrates is also simpler than the ) ' 

handling of both substrates with unidirectional conductivity and 
in insulating layers in the same production process, 

; 1 15 In a further embodiment of the method according to the present 

f y invention J the first material is an insulating material with a 

thickness equal to the substrate thickness and the cavities are 

re-" 

n manufactured to extend to a depth smaller than the thickness of the 

tU first material* In this embodiment the very thin insulating planar 

j:^'; 20 layer of the substrate is formed by the remaining material of the 
13 ' first layer after formation of the cavities. 

In a still further embodiment of the method according to the 
present invention, the second material is an insulating material and 
the method further comprises the steps of: 
25 - applying the first material on a supporting structure with a 

thickness of less than the substrate thickness; 

- manufacturing the cavities such that the depth of the cavities 
is equal to the thickness of the first material; 

- applying the second material until the substsr'ate reaches the 
30 predetermined thickness; 

- forming the substrate by removing the supporting structure. 

In this embodiment, the insulating layer is formed by the 
application of the second material to an extent that not only the 
cavities are filled* but also a thin insulating layer is formed on top 
35 of the substrate. 

The present methods can also be used to manufacture substrates 
with optically active material, such as liquid crystal. By filling the 
cavities in an insulating layer with optically active material, or by 
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forming columns of optically active material and subsequently filling 
the spaces in between with insulating material, substrates may be 
formed with a predetermined pattern of optically active cellB. This 
method of manufacturing optically active substrates is both simple and 
5 renders a large degree of freedom in defining the shape of the 
individual optically active cells and the pattern of optically active 
cells - 

In a preferred embodiment the cavities in the layer of a first 
material are provided by etching techniques. As an alternative, laser 
10 beam evaporation or laser beam cutting can be used to provide the 
cavities in the first material, 

A further object of the invention is to provide a method for 
;™ producing a substrate in a simple and cost effective manner, which 

:.fl substrate can be used to provide an electric field distribution on the 

^ 15 first surface of the substrate by locally applying a voltage on the 
j^lJ second surface of the substrate with a local maximum value directly 

opposite a the locally applied voltage and decreasing value with 
increasing distance from the local maximum. This object is obtained by 
{il the method of manufacturing a substantially planar substrate with a 

:J 20 predetermined substrate thickness, having a first substrate surface 
J - and a second substrate surface extending substantially in parallel to 

I- the first substrate surface, characterised in that the method 

conipi>ises the steps of: 

- producing spheres of a first, conductive material; 

- coating the spheres with a thin layer of a second, insulating 
material; 

- providing an insulating polymer, and distributing the coated 
spheres homogeneously in the insulating polymer; 

- producing the substrate from the polymer containing the 
30 spheres , 

Althoug^h this substrate is not suited for applications requiring 
a strict unidirectional conductivity to control an optically active 
layer, it can be used for applications which require a less strictly 
defined resolution and sharpness of the unidirectional conductivity, 
35 e,g. applications of the substrate in display devices with large 
dimensions* 
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A still further object of the invention is to provide display 
devices using the substrate manufactured according to one of the 
embodiments of the present invention. 

This object is obtained by a display device comprising at least a 
5 first substrate manufactured according the present invention and a 
layer of conductive material substantially parallel to the first 
substrate, the display device further comprising an optically active 
layer positioned between the first substrate and the conductive layer, 
and at least one control electrode electrically connected to a surface 
10 of the first substrate opposite the optically active layer, thereby 
enabling the provision of a local electrical field over the optically 
active layer. ^ 

As an alternative, a display device is provided in which the 
layer of conductive material Xo f ofmod bjf ^ a second substrate 
15 manufactured according to one of the methods according to the present 
invention. The display device is provided with a plurality of further 
control electrodes on a surface of the second substrate opposite the 
optically active layer. 

According to an embodiment of the display device according to the 
20 present invention, the optically active layer comprises dipole spheres 
with semispheres of a first and second colour, respectively, which 
dipole spheres can be aligned by the local electrical field, such that 
the semispheres of the first or second colour are aligned in the same 
direction. 

25 An alternative embodiment of the display device according to the ^ 

present invention comprises a layer of microcontainers filled with 
charged particles, which particles are moveable by the local 
electrical field. 

A further alternative embodiment of the display device according 

30 to the present invention comprises an optically active layer formed by 
an electrocapillary sheet with electrocapillaries, in which a 
polarized fluid is contained in the electrocapillaries, which fluid 
pffl|*'be displaced under the influence of an electric field. 

In a still further embodiment of the display device according to 

35 the present invention, the optically active layer comprises double- 
fxjnnel shaped pixels comprising two funnels, in which narrow parts of 
the funnels are connected to each other, in which the pixels are 
filled with a fluid, containing electrically charged particles, which 
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be displaced through the funnels under the influence of an 
electric field. 

A further aspect of the present invention concerns a display 
device comprising a first and a second substrate manufactured 
5 according to one of the claims 1 through 10, in which the first and 
second substrate are positioned substantially parallel to each other, 
an optically active layer is positioned between the first and second 
substrate, and a number of conductors are provided on the outside 
surfaces of the first and second substrate, thereby enabling the 
10 provision of a local electrical field in the optically active layer, 
characterised in that the optically active layer comprises a number of 
pixels comprising at least one flexible member of a first colour, at 
least one expandable member comprising at least an electrically driven 
chemomechanical polymer gel, and a fluid, which expandable member is 
15 arranged to press the flexible member against the second substrate 
under the influence of the local electrical field- Because the 
flexible member can be pressed against the first or second substrate, 
it is possible to provide a display device with a high degree of 
colour saturation. 

20 The present invention also refers to the use of an electrically 

driven chemomechanical polymer gel to alter optical properties of a 
device provided with a flexible optical member, e.g. a flexible 
polymer lens , of which the optical properties may be altered by 
electrically driven chemomechanical polymer gel provided on the 

25 perimeter of the flexible lens. 

The present invention will now be described in more detail, 
referring to the accompanying drawings, in which: 

Fig. 1 shows a cross-sectional view of a substrate manufactured 
according to a preferred embodiment of the present; 

30 Fig. 2 shows a phase of the production of a substrate with 

unidirectional conductivity according to a preferred method; 

Fig. 3 shows the electrical equivalent of one conductive column, 
the insulation layer and a liquid crystal layer, driven by an 
electrical source ; 

35 Fig. 4 shows an assembly of a substrate manufactured according to 

the present invention, provided on a first side of an LC layer, with 
the insulating side of the substrate contacting the LC layer; 

AMENDED SHEET 
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F±g, 5 shows an illustration of an alternative metKod for 
manufacturing the substrate according to an embodiment of the present 
invention ; 

Fig. 6 shows an alternative for the embodiment shown in Pig. 5; 
5 Pig. 7 shows an LCD comprising a substrate «ith unidirectional 

conductivity and a substrate with optically active material; 

Fig. 8 shows a cross sectional view of a substrate manufactured 
according to a further embodiment of the present invention: 

Fig, 9 shows a cross sectional view of a sphere used in the 
10 manufacturing of a substrate as shown in Fig* 8; 

Fig- 10 shows a schematic cross sectional view of a substrate as 
shown in Pig. 8 applied on top of an LC layer; 

Pig, 11 shows a simplified electrical equivalent circuit for the 
assembly shown in Pig. 10; 
15 Fig. 12 shows the electrical field distribution over the LC layer 

of Fig, 10 for variations in radius of the conductive spheres; 

Fig- 13 shows the electrical field distribution over the LC layer 
of Fig* 10 for variations in the thickness of the insulation layer; 

Fig. 14 shows a cross sectional view of a display device with a 
20 structuire similar to the LCD shown in Pig. ^f, in which the LC layer is 
replaced by an optically active layer; 

Fig* 15 shows a cross sectional view of an alternative 
arrangement for the display device of Fig* l4; 

Pig* 16 shows a cross sectional view of alternative arrangement 
25 of the display device of Fig* 15, using double funnel shaped pixels 
comprising a fluid with charged particles; 

Fig* 17a and 17b show a cross sectional view of one pixel of a 
display device according to a further embodiment of the present 
invention, in deactivated and activated situation, respectively; 
30 Fig* 18a and 18b show a cross sectional view of a pixel according 

to a further embodiment of the pixel shown in Fig, I7, in deactivated 
and activated situation, respectively; and 

Fig. 19 a and 19b show a cross sectional view of an alternative 
embodiment of the pixel shown in Fig, I8, in deactivated and activated 
35 situation, respectively* 

Pig. 1 shows a cross-sectional view of a substrate I manufactured 
according to a preferred embodiment of the present invention* The 
substrate 1 is a planar substrate, and comprises numerous conductive 
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coluwns 2 embedded in an insulating material 3- Although it is 
preferred that the conductive columns 2 are distributed over the 
substrate 1 in a regular pattern, a regular pattern i© not required to 
give the substrate 1 the required characteristics of unidirectional 
conductivity. The insulating material 3 is provided such that a thin 
insulating layer 7 is provided on top of each conductive column 2. The 
substrate 1 with unidirectional conductivity according to the present 
invention can be used in applications, in which no current is required 
to flow from a first surface of the substrate 1 to the opposite 
surface. For instance, the substrate I can be used in applications, in 
which an electrical field is used for controls as in controlling a 
liquid crystal layer. 

Pig* 2 shows a phase in the production of a substrate 1 with 
iinidirectional conductivity according to a preferred method- According 
15 to this preferred embodiment, a flat supporting structure 5 is 
provided, on which a foil from a first material e.g. a conductive, 
UV sensitive material is produced. This can, e,g,, be done by casting 
or spin coating the first material 4 onto the supporting structure 5- 
Following regular procedures ^ known per se, the first material ^ can 
be solidified, e,g, by thermal hardening or evaporation of solvents. 
The foil is subsequently exposed to UV radiation, using a mask 6 to 
provide a pattern on the foil. The unejtposed parts of the foil can be 
removed by using suitable solvents • As a result* a pattern of the 
first material ^ corresponding to the mask will remain on the 
25 supporting structure 5. e.g. a regular pattern of conductive columns 
2. According to the present invention, a second material 3, in this 
case an insulating material, is applied on top of the conductive 
columns 2. The insulating material will fill the spaces between the 
conducting columns 2, but according to the present invention, 
insulating material 3 is applied until a thin planar layer of the 
insulating material 3 is provided on top of the columns 2, After 
hardening the insulation material 3. the supporting structure 5 can be 
removed, resulting in the substrate l. 

Because one surface of the substrate consists of che insulation 
material 3, the substrate 1 has a certain rigidity enabling simple 
handling of the substrate 1, without the need for a supporting layer 5 
during further processing of the substrate 1 , 



20 
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35 
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The structure of the resulting substrate 1, as shown in Fig» 1^ 
with conductive columns 2 extending perpendicularly from one surface 
of the substrate 1 alinost to the other side of the substrate 1, with 
only a small insulating layer on the other- side, is very well suited 
5 for application in liquid crystal displays (LCD)* Fi^. 3 shows the 
electrical equivalent of one conductive column 2, the insulation layer 
7 and a liquid crystal layer 8, driven by an electrical source 9* '^'he 
hei^t of the conductive column 2 is indicated by Dl, the thickness of 
the thin insulation layer 7 by 02 and the thickness of the LC layer 8 
10 by D3. Calculations of the electrical field strength show that in the 
LC layer 8, the electrical field equals 

D3/(D2+D3) * U, 

provided that the dielectric constant of the LC layer 8 and the 
insulating material 4 of the thin insulation layer 7 are substantially 

15 equal. When the thickness d2 of the insulation layer 7 is small 
compared to the thickness D3 of the LC layer 8, substantially all of 
the electrical field is concentrated in the LC layer 8 (the electrical 
field in the conductive column 2 being zero) . allowing effective 
control of the LC layer 8, 

20 In Pig- 4 an assembly l4 is shown of a substrate 1 manufactured 

according to the present invention, provided on a first side of an LC 
layer 8* with the insulating side of the substrate 1 contacting the LC 
layer 8, On the other side of the substrate 1, a number of control 
electrodes 10 may be provided ♦ electrically connected to one or more 

25 of the conducting columns 2 of the substrate 1 . On the second side of 
the LC layer 8* a thin insulating layer 11 is applied, after which a 
conductive layer 12 is applied covering the thin insulating layer 11. 
Finally, an insulating layer 13 is applied to the top of the assembly 
1^ to provide protection for the layers of the assembly 14, With the 

30 assembly Ik shown in Fig. 4, the LC layer 8 can be controlled by 
providing a voltage to one of the control electrodes 10, forming an LC 
Display. At the position of the control electrode 10, the conductive 
columns 2. which are in electrical contact with the control electrode 
10* will provide the voltage up to the thin insulation layer 7- When 

35 the conductive layer 12 is held at ground potential, the LC layer 8 
will alter its light transmission characteristics in the area between 
these conductive coluwns 2 and the conductive layer 12, 
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Preferably, the control electi?ode 10 is in electrical contact 
with a large number of conductive columns 2. The larger the number of 
conductive columns 2 per control electrode 10, the higher is the 
attainable resolution and the less vulnerable is the device for 
5 failing or missing conductive columns 2* This has the advantage that 
no alignment is required of the control electrodes 10 with respect to 
the other layers 1, S of the assembly. It also allows more margins as 
to the niuabef of conductive columns 2 in the substrate 1 that actu^ly 
conduct from the first surface to alsiost the second surface of the 

10 substrate 1. Finally, the distribution of the conductive columns may 
vary over the substrate 1* allowing more margins in the manufacturing 
of the substrate 1- 

The presence of the thin insulation layers 7, H between the LC 
layer 8 and, respectively the substrate 1 and the planar conductive 

15 layer 12 prevents the possibility of short-circuit in case of pressure 
exerted on both sides of the LCD 14, 

In an alternative embodiment of the method according to the 
present invention, the cavities are not provided by etching, but by 
laser beam evaporation. This method is illustrated in Fig. 5« 

20 Preferably, a first layer I5 of insulating material is provided, onto 
which a laser beam 17 can be focused » By controlling the intensity and 
duration of light pulses of the laser beam 17, the first material 15 
can be evaporated to a predetermined depth of the layer, thereby 
forming cavities in the first material. When the material is 

25 evaporated in such a way, that a predetermined thickness of the first 
material I5 is left» the first layer remains self supporting* thereby 
obviating the need for a supporting structure or layer as in the 
embodiment described above. By filling the cavities with a conductive 
material X8, e,g- a conductive polymer, conductive columns 2 are 

30 formed extending from a first side of the substrate 1 to almost the 
opposite side of the substrate 1. 

By using laser beam evaporation to provide the cavities in the 
first material 15, the steps of producing a suitable mask* exposing 
the first layer through the mask, developing the layer and etching the 

35 layer are no longer needed, resulting in a more simple and precise 
production method of the substrate 1. 

The laser beam evaporation method can also be used to produce a 
substrate 1 in which the conductive columns 2 are formed extending 
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cqoipletely from the first side to the second side of the substrate 1. 
This further embodiment of the present invention is shown 
diagranunatically in Fig. 6- For this embodiment of the present 
invention, the laser can be used as a laser beam cutter, locally 
5 evaporating all material of the first layer 15. After this laser beam 
cutting step, a layer of first* insulating material results in a 
certain pattern, provided with through-holes in a predetermined 
pattern* These througfh -holes can be filled with a second » conductive 
material I8. e.g. a conductive polymer, resulting in the substrate 1 

10 with unidirectional conductivity. Preferably, a supporting structure 5 
is used to facilitate production of a flat first substrate surface* 

In two further alternative embodiments, the second material 18 ) 
used to fill the cavities in the layer of first material 15 is an 
optically active material, such as a liquid crystal (LC) material - 

15 Preferably* in these embodiments, the number of conductive columns 2 
per square unit in the substrate 1 is smeller than the number provided 
in the embodiments to provide a unidirectional conductive substrate 1. 

As a further alternative, the optically active material is a 
photochargeable material, which converts light impinging on the 

20 photochargeable material into an electrical charge* An even further 
alternative uses phctoconductlve material, of which the resistance is 
locally reduced where light impinges ► 

By combining the substrate 1 with unidirectional conductivity and 
a substrate 1' with optically active material, it is very simple to 

25 produce an LCD 1^, as shown in Pig. 7- This figure also shows that it ) 
is preferred that the concentration of conductive columns 2 in the 
substrate l with unidirectional conductivity to be higher than the 
concentration of LC cells 2' in order to enable a proper control of 
the LCD by the associated control conductors 10- Both substrates 1, 1' 

30 can be provided with or without an insulating surface, i^e, all 
substrates can be manufactured according to any of the embodiments 
described above, as the LC material of the LC cells 2* is sensitive to 
the electric field across it. The use of the substrate 1' with the LC 
cells 2' will lead to a more precise definition of the display field 

35 associated with each control electrode 10, as compared to the LCD 1^ 
shown in Fig. 

The LCD 1^ manufactured as described with reference to any of the 
above mentioned embodiments shows a large degree of flexibility with 
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respect to display size, shape and pattern. The control electrodes 10 
can be applied at a later production stage. Only at the final stage 
when the LCD l4 is completed, the control electrodes 10 have to be 
applied, defining the eventual appearance and characteristics of the 
5 LCD 14. 

In a still further embodiment of the method according to the 
present invention, a substrate 1 with unidirectional conauctivity is 
made with a structure as shown in Fig. 8- The substrate 1 is formed by 
conductive spheres 20 suspended in an insulating material 3. This 
10 substrate 1 or foil can be used in applications, in which the 
resolution and sharpness of the unidirectional conductivity is less 
important, e-g. in larger scale applications. Also, this substrate 1 
can not be utilised in applications requiring DC-conductance, but is 
well suited for applications in which an electrical field has to be 

15 applied locally. 

The first step of jnanufacturing the substrate 1 according to this 
embodiment is the manufacturing of small spheres 20 from a conductive 
material 21, preferably a conductive polymer. In order to prevent 
electrical short-circuit between individual spheres 20, the spheres 20 
20 are coated with a thin layer of insulating material 22, as illustrated 
in Fig, 9. The thickness of the insulating layer 22 affects the 
characteristics of the substrate 1, as will be discussed below. 

The spheres 20 with the insulating layer 22 are, preferably, 
distributed homogeneously in a liquid polymer. By applying 
25 manufacturing processes specific to the liquid polymer used, a planar 
substrate 1 is formed, e,g. by casting » UV-hardening» thermal 
hardening or evaporating solvents. 

The substrate 1 can be used e-g. as an interface layer to control 
an optically active layer, such as an LC layer 8, in a manner 
30 comparable to the LCD-assetnbly Ik discussed above. Pig^ XO shows a 
Simplified diagram of the structure of the substrate 1 manufactured 
according to this emtaodiutent in combination with a liquid crystal 
layer 8- In this drawing, r is the thickness of the insulation layer 
22 of each sphere 20, R is the radius of the sphere 20» D is the total 
35 thickness of the substrate 1 and d is the thiclcness of the liquid 
crystal layer 8. Pig. 11 shows a simplified electrical equivalent 
circuit of the substrate 1 and the LC layer 8. When a voltage source 9 
is used to drive the LC layer 8 with ground- connected to the LC layer 
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8 and the positive voltage connected to the top surface of the 
substrate 1, the voltage at various positions in the substrate 1 and 
Over the LC layer 8 can be calculated, as well as the electrical 
field. The electrical field in the LC layer 8, which is important for 

5 controlling: the optical characteristics of the LC layer 8, can be 
expressed as 

provided that the dielectric constant of the LC layer 8 and the 
insulating material 4 of the thin insulation layer 7 ar^ substantially 

10 equal* In this formula , D4 is equal to the thickness d of the LC layer 
8. Dl is the distance between the top two spheres 20 in the substrate 
1 (equal to 2r), D2 is the distance between the middle and lower 
sphere 20 (equal to 2r) » and D3 is the distance between the lower 
sphere 20 and the top of the LC layer 8 (and equal to r) . When is 

15 large coropared to D1,,.D3» i.e. when the LC layer 8 has a large 
thickness d compared to the thickness r of the sphere insulation 22, 
the major part of the electrical field will be concentrated in the LC 
layer 8, enablijig an effective control of the display* In Pig* 11, M 
denotes the dimension of the conductive spheres 20 » in which no 

20 electrical field is present- 

Calculations with the simplified model described above, of the 
distribution of the electrical field over the LC-layer 8 in the 
assembly of substrate l and LC layer 8 as shown in Fi^, 11 as a result 
of a voltage applied by an electrical source 9 have been roade for 

25 variations of substrate thickness D# sphere radius R. insulation layer 
thickness r and thickness d of the LC layer 6. The measurement points 
are related to the thickness D of the substrate 1, in which the first 
measurement point is located directly opposite the electrical 
connection of the electrical source 9 to the substrate 1, and the next 

30 measurement points are located at distances equal to multiples of the 
substrate thickness D from the first measurement point. The results 
are shown in Fig. 12 for variations in radius R of the conductive 
Spheres 20, and in Fig, 13 for variations in the thickness r of the 
insulation layer 22. The results show that the electrical field has a 

35 peak directly under the electrical connection of the electrical source 

9 and rapidly decreases for the other measurement points. This 
substrate therefore can be used to locally apply an electric field, 
e.g. in an LCD, 
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In Pi^* 12, results of the electrical field distribution are 
shown for three different values of the sphere radius, with constant 
substrate thickness D = 50 lim, LC layer thickness d ^ 2 and 
insulation layer thickness r - 0.1 \m. Line I shows the result for a 
5 sphere radius R - 5 ym, line II for R = 2 jam and line III for R = 0-5 
\m. The results show that a larger sphere radius R will lead to a 
higher local electrical field. 

In Fig- 13t results of the electrical field distribution are 
shown for three different values of the insulation layer thickness r, 
10 With constant substrate thickness D - 25 pm, sphere radius R = 0*5 uw 
and LC layer thickness d = 2 ym. Line I shows the result for 
insulation layer thickness r = 0.1 ym, line XI for r - 0-5 and line 
III for r = 2 ym. The results show that a larger insulation layer 
thickness r will lead to a lower local electrical field* Calculations 
15 for variations in substrate thickness D and LC layer thickness d show 
that a higher electric field is obtained for a larger LC-layer 
thickness d and for a smaller substrate thickness D. This is obvious, 
as the electrical field is distributed over the substrate 1 and the LC 
layer 8 according to their respective dielectric dimensions* 
20 The substrate 1 manufactured according to this latter embodiment 

of the present invention can be used in applications in which the 
requirements with respect to the resolution and sharpness of the 
unidirectional conductivity may be less strict, e.g, applications of 
the substrate 1 in display devices with large dimensions. 
25 As an alternative i the substrate manufactured according to this 

embodiment of the present method can be used as dielectric layer to 
produce capacitors with a large capacity. 

Fig- l4 shows a cross sectional view of a display device 23 with 
a structure similar to the LCD l^t shown in Fig, 4. in which the LC 
30 layer 8 is replaced by an optically active layer 24, This display 
device may also be used as electric paper, as the different layers can 
be made very thin, resulting in a flexible paper-like display. The 
operation of the display device 23 is similar to the operation of the 
LCD discussed with reference to Fig, In Pig, 1^, the optically 
35 active layer 2k is shown comprising numerous small dipole spheres 27. 
The optically active layer 2^ comprising small dipole spheres 27 will 
be discussed in detail below. 
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As an alternative, a display device 25 can toe constructed as 
shown In F±g. 15, In this display device 25 » the optically active 
layer 24 is sandwiched between two substrates 1^ 1' according to the 
present invention, in which the insulating surfaces of the substrates 
5 1» 1' are in contact with the optically active layer 24. On the other , 
surfaces of the substrates 1 , 1\ a plurality of control electrodes 
26 ► 26' can be electrically connected to the substrates 1» 1' in order 
to control the optical properties of the optically active layer 24, By 
applying a voltage between two control electrodes 26, 26* on each side 
10 of the display device 25, tne optically active layer 24 is exposed to 
a local electrical field. In Pig, 15* the optically active layer 24 is 
13 shown comprising numerous microcontainers 29* The optically active ) 

layer 24 comprising microcontainers 29 will be discussed in detail 
111 below. 

15 Similar to the optically active material used in an embodiment to 

manufacture the substrate 1 as already described above » the optically 
sO active layer 24 may consist of e.g. LC material » such that the 

electrical field applied is converted into optical transmission 
ifQ Characteristics of the optically active layer 24. As an alternative. 

20 the optically active layer 24 may be provided as a layer of 
ifn photochargeable material- In this case, the control electrodes 10, 26, 

1^^ 26* are used to pick up the electrical signal from the optically 

active material. In an even further alternative, the optically active 
layer 24 may be provided as a layer of photoconductive material, of 
25 which the resistance is reduced when lig^ht impinges on the display. ) 
This resistance change may be picked up by the control electrodes 10* 
26, 26^, 

In the embodiments shown in Fig, l4, the optically active layer 
24 comprises small spheres, indicated by reference numeral 27, of 

30 which the two halves have a different colour. The spheres 27 are 
constructed as electrical dipoles. Because of the unidirectional 
conductive properties of the substrates 1» 1^ an electrical field can 
be generated locally in the optically active layer 24 by applying a 
voltage on the control electrode 10 in the embodiment in Fig, l4 or 

35 between two control electrodes 26, 26' on both sides of the substrates 
1, 1* in the embodiment shown in Fig, 15. Because of the dipole 
character of the small spheres 27, the spheres 27 will align with the 
local electrical field, enabling the formation of an image in the 
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display device 23 • 25. In an alternative Embodiment, the small spheres 
27 may t>e &ivea a preferential direction. Applying an electric field 
in one direction will then cause the spheres S7 to align in one 
direction, while without an electrical field the spheres 27 will be 
5 aligned in another direction. The small spheres 27 and the optically 
active layer 2k may be manufactured according to the method published 
in European patent EP 0 5*^0 281 of Xerox. Fabrication of a display 
device 23 ♦ 25 as described above is greatly simplified by usin^ the 
substrates 1 with unidirectional conductivity according to the present 
10 invention , 

In a further embodiment of the display device 23 ^ 25 according to 
the present invention, the optically active layer 2^, aay comprise 
microcontainers 29 (dimensions in the order of ten raicrons) filled 
with a fluid of a first colour and charged particles with a second 

15 colour (dimensions in the order of microns). The microcontainers 29 
may be comprised in the optically active layer 24 in a similar 
arrangement as the small spheres 27* as described above* Because of 
the electrostatic charge of the particles, the particles will move to 
one side of the microcontainer 29 under the influence of an electric 

20 field- When the particles have moved to one side of the microcontainer 
29 ► their electrostatic charge will result in a new steady state 
because the particles will stay on the same place against the wall of 
the microcontairtor 29* This enables to form a permanent image on the 
display device 23 ^ 25 1 making it very suitable as electronic paper, As 

25 in the previous embodiment, the particles may be given a preferential 
position. Applying an electric field in one direction will then cause 
the particles to move to one side of the microcontainer 29, while 
without an electrical field the particles will remain in the other 
side* The operation and a manufacturing method for the microcontainers 

30 29 and a layer containing microcontainers 29 is described in P. Drzaic 
et al., "A Printed and Reliable Bistable Electronic Display" ► SID 98 
Digest, pp. 1131-1134. 

In a further embodiment of a display device 23* 25 according to 
the present invention, the optically active layer 2^ is formed by an 

35 electrocapillary sheet, containing numerous capillaries from one side 
of the sheet to the other, filled with a polar fluid. Under the 
influence of an electric field in the electrocapillary sheets the 
fluid will move in a predetermined direction, thereby enabling the 
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formation of an image on one side of the display device. The polar- 
flui^ nay have different colours in separate capillaries to be able to 
form a coloured image. The electrocapillary sheet is described in e,g* 
EP-A-0 806 753 from Xerox. 
5 In a fourth embodiment of the display device 23 » 25 according to 

the present invention, the structure of the display device 23 1 25 is 
again identical to the previous embodiments. In thife embodiment* the 
optically active layer 24 is formed by a foil or plate provided with 
double fxinnel shaped pixels 28 perpendicular to the foil or plate, as 

10 indicated in Pig. l6. The two funnels forming a pixel 28 are connected 
to each other at the small ends and are filled with a fluid. In the 
fluid electrically charged particles are dispersed. Under the 
influence of an applied local electrical fields the charged particles 
in the fluid are directed to one of the funnels of a pixel 28* thereby 

15 allowing the formation of an image. The foil or plate with double 
funnel shaped pixels 28 » forming the optically adtive layer 24, is 
described in European patent BP^O 783 163 f'rom Xerox - 

A fifth embodiment of the display device 23. 25 according to the 
present invention uses electrically driven chemofflechanical polymer 

20 gels. These polymer gels absorb or reject fluids when an electrical 
current flows through then and as a result the polymer gel will expandi 
or diminish its voliuae. ^ cross sectional view of one pixel 30 of a 
plurality of pixels 30 forming a display device 23 » 25 is shown in 
Pig. 17a and 17b- Examples of electrically driven cheraomeohanical gels 

25 are described in Y. Osada et al., "A polymer gel with electrically 
driven motility". Nature. Vol, 355. no, 6357, PP 2kZ-2k^, I6 January 
1992. 

More in general* electrically driven chemomechanical polymer gsls 
can be used to alter the optical properties of a device provided with 

30 a flexible optical member, e.g. a flexible lens» of which the optical 
properties may be altered by electrically driven chemomechanical 
polymer gel provided on the perimeter of the flexible lens* 

In the fifth embodiment, for each pixel 30 of the display device 
23, 25, a small sphere 31 made of flexible ^ conductive material is 

35 positioned between and electrically connected to a first substrate 1 
with conductive channels and a foil 32 coated with electrically driven 
chemomechanical polymer ^el. The foil 32 coated with the gel is 
positioned a short distance fr-om a second substrate 1^ with conductive 
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channels and a conductive fluid 33 is provided in the open space 
between the first substrate 1 and the second substrate 1*. On both the 
first substrate 1 and the second substrate 1 * , respective control 
electrodes 26, 26* are electrically connected. In this embodiment, an 
5 electrically driven chaaiomechanical polymer gel is used that rejects 
fluid when submitted to an electric current. The first situation* 
without an electrical current flowing through the pi>tel, is shown in 
Pig. 17a. When a current flows through the pixel 30 > the electrically 
driven cheinomechanical polymer gel rejects the fluid, causing the 

10 polymer gel to contract. Because only one side of the foil 32 is 
coated with the polymer gelf the foil will consequently bend^ thereby 
pressing the flexible* conductive sphere 31 against the first 
substrate, as shown in Fig. 17b. When the fluid 33 has a first colour 
and the flexible conductive sphere 31 a second colour ♦ the appearance 

15 of the pixel will change from the first colour to the second colour, 

A further erabodiment of the display device 23, 25 according to 
the present invention also uses an electrically driven cheraoniechanical 
polymer geX, Instead of a foil 32 coated n^ith the electrically driven 
chemomechanical polymer gel, this embodiment uses cylinders 35 of 

20 electrically driven chemomechanical polymer gel in contact with the 
second substrate 1', as shown in Fig. l8a- In this embodiment, an 
electrically driven chemoniechanical polymer gel is used that can 
absorb fluid 33 when a current flows through the pixel. Consequently, 
when a current is applied to the control electrodes 26, 26' of the 

25 pixel 30 » the polymer gel cylinder 35 expands and presses the flexible 
conductive sphere 31 against the first substrate 1, as shown in Fig, 
18b, 

In a seventh embodiment of a display device according to the 
present invention, the flexible conductive spheres 31 of the sixth 
30 embodiment are replaced by a flexible conductive coating 37 on top of 
the polymer gel cylinder 35, as illustrated in a cross sectional 
schematic diagram in Fig. 19a and 19b. The operation of this 
embodiment corresponds to that of the sixth embodiment, as shown in 
Fig. 16a and l8b. 

35 When the fluid 33 in the display device 23, 25 using the 

electrically driven chemomechanical polynier gel is an electrolytic 
fluid 3* it is possible to generate currents in the layer containing 
the pixels 30 by applying a voltage to the control electrodes 26. 26*. 
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The currents are then generated by electron and ion movements in the 
electrolytic fluid 33 under the influence of the electrical field in 
the pixel 30. The electrically driven chemomechanical polymer gel will 
then expand or decrease under the influence of the induced current 

5 until a steady situation is reached. In this case, it i3 possible to 
use substrates 1. 1\ of which one surface consists entirely of 
insulating material 3- 

By pressing a coloured flexible sphere 31 or coating 37 to the 
first substrate 1, the colour of the spheres 31 or coating 37 will 

10 appear on the face of the display device 23, 25 with a high degree of 
colour saturation- 
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C 1 a i jiL B 

1» Method of manufacturing a subsT:antially planar substrate with 
a predetermined substrate thickness, having a first substrate surface 
5 and a second substrate surface extending substantially in parallel to 
the first substrate surface, and being for»med of at least a first and 
a second material having substantially different conductivities, such 
that conductive channels are formed substantially perpendicular to the 
substrate surfaces, and the conductivity perpendicular to the 
10 substrate surfaces * as measured over a predetermined area, is 
substantially larger than the conductivity parallel to the substrate 
surfaces, characteri^^pl in that the method comprises the steps of: 

- providing a layer of the first material (if; 15) with a 
predetermined thickness, having a first surface forming the first 

15 substrate surface; 

- forming cavities in the first material (4; 15) in a 
predetermined pattern across a second surface of the first material 
(4; 15) i in which the cavities extend in a direction substantially 
perpendicular to the first surface over a predetermined depth; and 

20 - applying the second material (3) on the second surface of the 

first material (U) until the cavities are at least filled, thereby 
forming the second surface of the substrate (1). 

2- Method according to claim 1, characterised in that 
25 - the first material is an insulating material (15) with a 

thickness equal to the substrate thickness; 

" the cavities are manufactured to extend to a depth smaller than 
the thickness of the first material (15). 

30 3- Method according to claim 2, ehai^act^rlsed ±tl fchftt the second 

material is a conductive material (I8). 

4. Method according to claim 2, characterised in that the second 
material is an optically active material (I8) , 



35 



5. Method according to claim 1, characterised in that the second 
material is an insulating material (3) and the method further 
comprises the seeps of: 
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* applyin£:_, X]ae---fa:rs:ir'"^^ (^) on a.^..,s«pporting structure (5) 

with a thickness of less than the^^tetrate thickness; 

- manufacturing theu-eavities such that the depth of the cavities 
is equal to the thi^cloiess of the first material (4); 

-^pplying^ the second material (3) until the substrate reaches 

the^-^redetermined thickness; 

JijSBiiis--^e-^^bs1n:ute^^ the supporting structure^ 



(5). 

10 6. Method according to claim 5, characterised in that the first 

material is a conductive material (4, l8). 

7. Method according to claim 5, characterised in that the first 
material is an optically active material (4, l8)* 

15 

8. Method according to one of the claims 5 through 7, 
characterised in that the first material (4) is UV sensitive and the 
method further comprises the steps of forming the cavities in the 
first material (4) by applying a mask (6) corresponding to the pattern 

20 over the first material (4), exposing the first material {4} to UV 
radiation, and etching the first^ material (4). 

9. Method according to one of the claims 1 through 7» 
characterised in that the cavities in the first material (15) are 

25 formed by laser beam (17) evaporation. 

10. Method of manufacturing a substantially planar substrate with 
a predetermined substrate thickness, having a first substrate surface 
and a second substrate surface extending substantially in parallel to 

30 the first substrate surface, characterised in that the method 
comprises the steps of: 

- producing spheres (20) of a first* conductive material (21); 

- coating the spheres (20) with a thin layer (22) of a second, 
insulating material; 

35 ■ providing an insulating polymer (3) t and distributing the 

coated spheres (20) homogeneously in the insulating polymer (3); 

- producing the substrate (1) from the polymer (3) containing the 
spheres (20) , 
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^-Tirh thafe thj * electric field distribution on the first surface of the 
substrate (1) pe4*a local maximum value directly opposite a loccilly 
applied voltage on the second surface of the substrate (1), which 
electrical field decreases with distance from the local maximum. 

5 

11. Display device (23) comprising at least a first substrate (1) 
manufactured according to one of the claims 1 through 10 ♦ and a layer 
of conductive material (12) substantially parallel to the first 
substrate (1), the display device (23) further comprising an optically 
10 active layer (8; 2^) positioned between the first substrate (1) and 
the conductive layer (12), and at least one control electrode (10) 
^ electrically connected to a surface of the first substrate (1) 

' '2 opposite the optically active layer (24), thereby enabling the 

provision of a local electrical field over the optically active layer 
^[ 15 (8; 24). 

'^r ^2- Display device according to claim 11, characterised in that 

the layer of conductive material (12) f^rnri^ h^g second substrate 

1/ (!')* also manufactured " according to one of the claims 1 through 10, 

]\[ 20 and in that the display device (25) is provided with a plurality of 

[ J further control electrodes (10') on a surface of the second substrate 

(1') opposite the optically active layer (2k), 

13- Display device according to claim 11 or 12, characterised in 
(i.. 25 that the optically active layer (24) comprises dipole spheres (27) 

with semispheres of a first and second colour, respectively, which 
dipole spheres (2?) can be aligned by the local electrical field, such 
that the semispheres of the first or second colour are aligned in the 
same direction, 

30 

14. Display device according to claim 11 or 12, characterised in 
that the optically active layer (24) comprises microcontainers (29) 
- containing charged particles, in which the charged particles are 
moveable to one side of the microcontainer (29) under the influence of 
35 the electric field. 
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15 • Display device according to claim Ik, characterised in that 
the microcontainers (29) comprise charged particles of one colour 
suspended in a fluid of a second colour* 



that the charged particles are arranged to move to one side of the 
optically active layer (24) in the absence of an electrical field. 

17, Display device according to claim 11 or 12, characterised in 
that the optically active layer (24) comprises an electrocapillary 
sheet with electrocapillaries , in which a polarized fluid is contained 
in the electrocapillaries , which fluid ^ be displaced under the 
influence of an electric field. 

18. Display device according to claim 11 or 12, characterised in 
that the optically active layer (24) comprises double-funnel shaped 
pixels (28) comprising two funnels, in which narrow parts of the 
funnels are connected to each other, in which the pixels (28) are 
filled ^ith a fluid, containing electrically charged particles, which 
^e«|f^e displaced through the funnels under the influence of an 
electric field. 

19. Display device according to claim 18, characterised in that 
the charged particles have one colour and the fluid has a second 
colour. 

20, Display device comprising a first and a second substrate 
manufactured according to one of the claims 1 through 10, in which the 
first and second substrate are positioned substantially parallel to 
each other, an optically active layer is positioned between the first 
and second substrate, and a number of conductors are provided on the 
outside surfaces of the first and second substrate, thereby enabling 
the provision of a local electrical field in the optically active 
Isye^* characterised in that, the optically active layer (24) comprises 
a number of pixels (30) comprising at least one flexible member (31, 
37) of a first colour, at least one expandable member (32, 35) 
comprising at least an electrically driven chemomechanical polymer 
gel, and a fluid (33), which expandable member (32, 35) is arranged to 



16, Display device according to claim l4 or I5, characterised in 
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press the flexible member (31t 37) against the second substrate (1) 
under the influence of the local electrical field* 

21. Display device according to claim 20, characterised in that 

5 - the flexible members ^taee — foi ' mcd b/ ^ a layer of flexible 

conductive spheres (31) arranged next to each other in electrical 
contact with the second substrate (1); 

- each expandable member comprises a foil (32) with a coating of 
electrically driven chemomechanical polymer gel on one side, 

10 positioned such that the polymer coated side is in proximity of the 
first substrate (1*) and the other side of the foil is in contact with 
at least one flexible conductive sphere^ (3^)^ J L v 

in which the polymer gel yill ' absorb the fluid (33) in the 

absence of an electrical field and v ilj '^ discard the fluid (33) in the 

15 presence of an electrical field, thereby bending the foil (32) and 

pressing the at least one flexible conductive sphere (31) against the 
second substrate (1). 

22. Display device according to claim 20, characterised in that 
20 - the flexible members ^«?« — form ad — fejf ' a layer of flexible 

conductive spheres (31) arranged next to each other in electrical 
contact with the second substrate (1); ^ ^ 

the expandable members — foirmed — ferrf^ flexible conductive 
polymer gel cylinders (35) in electrical contact with the first 
25 substrate {!') and extending in the direction of the second substrate 

(1); 

- a conductive fluid (33) of a first colour is present between 
the cylinders (35) and the second substrate (1); ^. -J L \ 

in which the polymer gel cylinder (35) ) discard the flm.c^ 

30 (33) in the absence of an electrical field and ^«J4^^^s^^^^^^*^^i^ 
(33) in the presence of an electrical field, thereby expanding and 
pressing the flexible conductive spheres (31) against the second 
substrate (1), 

35 23. Display device according to claim 20, characterised in that 

- the expandable members — fuiujad" bj ' » flexible conductive 
polymer gel cylinders (35) in electrical contact with the first 
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substrate {!') and extending in the direction of the second substrate 

(1); 

- a conductive fluid (33) of a second colour is present between 
the cylinders (35) and the second substrate {!) ; 

- the flexible members jjo formod bj ^condtu^tive^ coatings (37) of 
a second colour on top of each flexible conductive polymer gel 
cylinder (35); jl \ 

xn which the polymer gel cylinder (35) jiii^' discard Qie fluid 
(33) in the absence of an electrical field and i^^t^sorh^tf^^ 
(33) in the presence of an electrical field, thereby expanding and 
pressing the conductive coating (37) against the second substrate (1). 

24. Use of an electrically driven chemomechanical polymer gel to 
alter optical properties of a device provided with a flexible optical 
member , 
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(ORIGINAL DESIGN, NATIONAi, STAGE OF PCT OR CIP APPLICATION) 



As a below named inventor, I hereby declare that 

My residence, post office address and citizenship are as stated below next to my name, I believe I am the 
original, first and sole Inventor (if only one name is listed below) or an original, first and joint inventor (if 
plura! names are listed below) of the subject matter which Is claimed and for which a patent is sought on 
the invention entitled: 

jVfethod for producing a substrate with undirectional conductivity and display device 
using such a substrate 

the specification of which: (complete (a), (b) or (c) for type of application) 

REGULAR OR DESIGN APPLICATION 

';|. [ ] is attached hereto, 
ji. [ ] was filed on 
^ Serial No. 

■^4 (if applicable) 

PCT FILED APPLICATION ENTERING NATIONAL STAGE 

[ ] was described and claimed in International application No. PCT/NL98/00712 
Q filed on 11 December 1998 

|y and as amended on (if any) 

ACKNOWLEDGEMENT OP REVIEW OP PAPERS AND DUTY OP CANDOR 

I hereby state that I have reviewed and understand the contents of the above identified specification, 
including Hie claims, as amended by any amendment refered to above. 

I acknowledge the duty to disclose infonnation which is material to patentability as defined in Title 37, Code 
of Federal Regulations, paragraph 1.56(a). 

In compliance with this duty there is attached an information 
disclosure statement 37 CFR 1 .97 

PRIORITY CLAIM 

I hereby claim foreign priority benefits under Title 36. United States Code paragraph 119 of any foreign 
application (s) for patent of inventor's certificate listed below and have also identified below any foreign 
application for patent of inventor's certificate having a filing date before that of the application on which 
priority is claimed. 



as Application 

and was amended on 



, (complete (d) or (e)) 



d, [ ] no such applications have Iseen filed 

e. [ ] such applications have been filed as follows 



EARLIEST FOREIGN APPUCATION(S), IF ANY FILED WITHIN 12 MONTHS 
(6 MONTHS FOR DESIGN) PRIOR TO SAID APPLICATION 



Country 


Application 
Number 


Date of filing, 
(day. month, year) 


Date of Issue 
(day, month, year) 
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ALL FOREIGN APPLICATION(S), IF ANY FILED MORE THAN 12 MONTHS 
(6 MONTHS FOR DESIGN) PRIOR TO SAID APPLICATION 



t: Kiil 
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H CONTINUATION4N-PART 

^ J (Complete this part only ff this is a continuation-in-part application) 

J 4 hereby declare claim the benefit under Title 35, United States code, paragraph 120 of any United States applicatlon(s) listed 
fjlelow and, Insofar as the subject matter of each of the daim of this application Is not disclosed in the prior United States 
Spplication in the manner provided by the first paragraph of Title 35, United Stetes Code, paragraph 1 12, 1 acknowledge the duty to 
l^disciose rnaterial information as defined In Title 37, Code of Federal Regulations, paragraph 156(a) which occurred between the 
i;|llng date of the prior application and the national or PCT international filing date of this application: 

(Application Serial No.) (Filing date) (Status) (patented, pending. a)3andoned) 



(Application Serial No.) (Filing date) (Status) (patented, pending, abandoned) 

POWER OF ATTORNEY 

(o J As a named Inventor, I hereby appoint ^e following attomey(s) to proseeuts this application and transact ail 
bu&inees in the Patent and Trademark Office connected therewith: Robert J. PATCH, Reg. No.JI,355j Andrew 
J. PATCH, Reg. No. 82,925, Robert F. HARGEST, Rag. Ho^^K^Q^ Benoft CASTEL, Reg. No. JS,04l, Eric 
Jensen, Reg. No. 37,855, and Thomas W, PERKINS, Reg, Hotsi^ZTdo YOUNG & TH OMPSON, Second Floor. 
745 South 23rd Street, Arlington, Vlralnia 22202. ~ ~ 



Address all telephone calls to Young & Thompson at 703/521-2297. 



I liereby declare that all statements made herein of my own knowledge are true and tHat all 
statements made on information and belief are believed to be tme; and further that these statements 
were made with the knowledge that wilful false statements and the like so made are punishable by 
fine or imprisonment, or both under Section 1001 of Title 18 of the United States Code and tiiat such 
wilful false statements may jeopardize the validity of the application or any patent issued thereon. 
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Full name of sole or first invento r: RUITER . Jacobus Christiaan Gerargus Maria 
Inventor's signature 




Date 7 June 2001 



Country of Citizenship: The Netherlands qC 



Residence^^OETERMEER, The Netherlands 

Post Office Address: Shakespeareajde 22. NL-2725 NN Zoetermeer. The Netherlands 

Full name of second inventor. TERLOUW . Erik Maarten 

Inventor's signature 
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Date 7 June 2001 



Country of Citizenship: The Netherlands 



Residence: AMSTERDAM, The Netherlands 

Post Office Address: Bloemgracht 109, NH016 KJ Amsterdam, The Netherlands 

Full name of sole or first inventor: HADZIIOANNOU , GeoEges 
Inventor's signature: 




Date 7 June 2001 Country of Citizenship: Greece 

Residence: JPB^j^The Netherlands 

Post Office Address: Boerakken/veg 3, NL-9321 EL Peize, The Netherlands 

Full name of second Inventor. BRQi iWER . 1 
Inventor's signature r--v A / \ / ' 



Hendrik-Jan 



Date 7 June 2001 




Country of Citizenship: The Netherlands 



Residence: grqningen, The Nelfierlands 

Post Office Address: Radijsstraat 2, NL-9741 BN Groningen, The Netherlands 
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